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(57) An optical fiber includes a core, a first cladding, 
a second cladding, and a third cladding. The core has 
a refractive index n 0 . The first cladding is formed around 
the core and has a refractive index n v The second clad- 
ding is formed around the first cladding and has a re- 
fractive index n 2 - The third cladding is formed around 
the second cladding and has a refractive index n 3 . The 
refractive indices have relationships n 1 > n 2 > n 3 and n., 
> n 0 . 
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Description 

Background of the Invention 

The present invention relates to an optical fiber. 

A silica-based single-mode optical fiber (to be re- 
ferred to as an SMF (Single-Mode Fiber) hereinafter) 
which is generally used in optical communication has a 
wavelength band for giving the minimum transmission 
loss within the range of 1 .4 to 1 .6 um. Such a wavelength 
band is preferably used for long-distance optical com- 
munication. However when an optical signal having the 
minimum transmission loss wavelength propagates 
through the SMF, the waveform degrades due to chro- 
matic dispersion, resulting in limitations on the bit rate 
and the transmission distance. 

The chromatic dispersion in such an optical fiber is 
given by both material dispersion and waveguide dis- 
persion. For example, in a conventional SMF having a 
core diameter ol 1 0 u.m ; whose relative index difference 
A between the core and cladding is 0.3%. material dis- 
persion is more dominant than waveguide dispersion. 
Since the chromatic dispersion of silica used as a ma- 
terial is reflected to result in a zero-dispersion wave- 
length in the 1.3-p.m band, the SMF used in a wave- 
length band of 1 .5 u.m of large-capacity optical commu- 
nication has a chromatic dispersion of about +17 ps/nm/ 
km. 

Note that °+17 ps/nm/km" means that when an op- 
tical pulse having a spectral width of 1 nm (FWHM) prop- 
agates in a 1-km long optical fiber, the pulse width 
broadens by about 17 ps ("Nonlinear Fiber Optics", 
Govind P. Agrawal, p. 63 (Dispersion-induced Pulse 
Broadening), Academic Press). 

Conventionally, demand has arisen for a technique 
of reducing the limitation on transmission capacity due 
to chromatic dispersion to increase the bit rate and 
transmission distance. To meet this requirement, an op- 
tical fiber called a dispersion shifted fiber (to be referred 
to as a DSF (Dispersion Shifted Fiber) hereinafter) has 
already been developed as an optical fiber having min- 
imum chromatic dispersion in a communication wave- 
length band of 1.5 \im (Nobuo K. et al., "Characteristics 
of dispersion-shifted dual shape core single-mode fib- 
ers". J.L.T., LT-5, No. 6, p. 792 (1987)). 

In this DSF, the index distribution of the core and 
cladding is designed such that waveguide dispersion 
has an opposite sign to that of material dispersion but 
the same absolute value. The zero-dispersion wave- 
length is set within the 1 .5-u.m band. To satisfy these 
conditions, the relative index difference A between the 
core and cladding is set to be 0.7% or more, i.e., the 
waveguide dispersion is made large. However, when 
the relative index difference A is large, the core diameter 
must be small to satisfy the single-mode condition (to 
be described later). 

Consequently, the field distribution of light becomes 
narrow, and the effective core area (to be referred to as 



2 

an Aeff hereinafter) is smaller than that of the SMF. 

The single-mode condition will be described. In 
case of a step-index fiber letting a be the wavelength to 
be used, a normalized frequency V at the wavelength to 
■5 be used is given by: 

V= (27i/?0°a*n 1 (2A) 05 (1) 

A = (n, - n^/n, (2) 

where a is the core diameter, n-, is the refractive index 
of the core, n 2 is the refractive index of the cladding, and 

1o A is the relative index difference between the core and 
cladding. To satisfy the single-mode condition, the value 
of the frequency V must be 2.405 or less. 

When the relative index difference A is increased to 
make the waveguide dispersion large, the core diameter 

20 a must be designed to be small instead. However, when 
the core diameter a is reduced to increase the relative 
index difference A, the light confinement effect in the 
core increases. The Aeff becomes smaller than that of 
the SMF, and additionally, the bending loss decreases. 

25 A transmission system with a regenerative repeater 
spacing of 320 km and a bit rate of 10 Gb/s has already 
been put into practical use by applying the DSF (Disper- 
sion Shifted Fiber) to the transmission line and an er- 
bium-doped optical fiber amplifier (to be referred to as 

30 an EDFA hereinafter) to the repeater device. 

As a technique of increasing the transmission ca- 
pacity, wavelength division multiplexing (to be referred 
to as WDM hereinafter) has conventionally received a 
great deal of attention domestically and internationally. 

35 With the WDM, a plurality of signal wavelengths can be 
simultaneously used in one communication optical fiber. 
This realizes a transmission system having a larger ca- 
pacity than that ol the conventional single wavelength 
transmission. 

40 As described above, when the DSF is used as the 
transmission line, the intensity of light in the optical fiber 
(i.e., optical power per unit area of the fiber section) be- 
comes high because of the small Aeff. On the other 
hand, along with the increase in intensity of signal light, 

45 phenomena called optical nonlinear effects are likely to 
take place in the optical fiber in general. Especially, the 
effects are easily induced in the DSF having a high in- 
tensity of light. 

The optical nonlinear effect which decreases the S/ 

50 N ratio is a serious problem because it imposes consid- 
erable limitations on the bit rate and transmission dis- 
tance of the transmission system using the DSF. There- 
fore, an actual transmission system using the DSF must 
transmit signals while suppressing the gain of the optical 

55 amplifier. 

However, as the bit rate rises, the time slot per sig- 
nal bit becomes short. To ensure the received power lev- 
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el, signal power per bit must be increased. This does 
not agree with suppression of optical nonlinear effects. 
To suppress the optical nonlinear effects, transmission 
power must be reduced to limit the bit rate. 

When the WDM is employed to increase the trans- 
mission capacity, optical nonlinear effects called four- 
wave mixing (to be referred to as FWM hereinafter) are 
induced because of presence of a plurality of wave- 
lengths in the optical fiber, so the bit rate and transmis- 
sion distance are limited. 

In the FWM, the third-order nonlinear optical proc- 
ess causes interference between signal wavelengths to 
generate new light. As the phase matching condition be- 
tween wavelengths is satisfied, the FWM generation ef- 
ficiency increases. For this reason, the FWM is more 
likely to take place when the signal wavelengths are 
closer to the zero-dispersion wavelength, and the inter- 
val between signal wavelengths is smaller. In the DSF 
whose zero-dispersion wavelength is within the signal 
wavelength band, the FWM is more likely to be induced 
than in the SMF, so the interval between signal wave- 
lengths must be increased. However, since the amplifi- 
cation bandwidth of the EDFA is about several ten nm, 
a large wavelength interval decreases the number of 
signal channels to limit the transmission capacity. 

The application purpose of the DSF is not limited to 
the transmission line. 

For the further improvement of the transmission 
system, extensive studies on a high-speed optical 
switch and wavelength conversion device have also 
been made. The optical switch and wavelength conver- 
sion device perform switching or wavelength conversion 
using the optical nonlinear effects, unlike the transmis- 
sion line, so how to induce the optical nonlinear effects 
is the important problem. 

An optical switch and wavelength conversion de- 
vice which are realized using the DSF in which the op- 
tical nonlinear elf ects readily occur because of the small 
Aeff have already been reported. 

However, at a bit rate of 20 Gb/s or more, electrical 
signal processing cannot be used, and instead, the op- 
tical switch or wavelength conversion device must be 
used. The DSF to be used for the optical switch or wave- 
length conversion device must have a length of several 
ten km because the conversion efficiency is low. In ad- 
dition, input optical power is required. 

Summary of the Invention 

It is, therefore, a principal object of the present in- 
vention to provide an optical fiber allowing easy design 
of suppression and enhancement of optical nonlinear ef- 
fects. 

It is another object of the present invention to pro- 
vide an optical fiber capable of suppressing optical non- 
linear effects by lowering the intensity of light in the op- 
tical fiber and suppressing FWM by disturbing the 
phase matching condition between wavelengths. 



It is still another object of the present invention to 
provide an optical fiber capable of enhancing optical 
nonlinear effects by increasing the intensity of light in 
the optical fiber. 

s In orderto achieve the above objects of the present 

invention, there is provided an optical fiber comprising 
a core having a refractive index n 0 , a first cladding 
formed around the core and having a refractive index 
n 1 , a second cladding formed around the first cladding 

io and having a refractive index n 2 , and a third cladding 
formed around the second cladding and having a refrac- 
tive index n 3 , wherein the refractive indices have rela- 
tionships n-| > n 2 > n 3 and ^ > n 0 . 

With this arrangement, an optical fiber capable of 

is suppressing or enhancing the optical nonlinear effects 
can be provided. An optical fiber for suppressing the op- 
tical nonlinear effects can be used for a transmission 
line. An optical fiber for inducing the optical nonlinear 
effects can be used for an optical switch or wavelength 

20 conversion device. 

Brief Description of the Drawings 

Fig. 1 is a view showing the section of an optical 
25 nonlinearity suppressing fiber according to the 
present invention and its index distribution; 
Fig. 2 is a graph showing the relationship between 
chromatic dispersion and a relative index difference 
a between a core and a third cladding; 
30 Fig. 3 is a graph showing the relationship between 
chromatic dispersion and a relative index difference 
(5 between a first cladding and the third cladding; 
Fig. 4 is a graph showing the relationship between 
the second cladding diameter and chromatic dis- 
35 persion; 

Figs. 5A, 5B, and 5C are graphs showing the rela- 
tionships between the fiber length and chromatic 
dispersion; 

Fig. 6 is a view showing the arrangement of a trans- 
40 mission line using the optical nonlinearity suppress- 
ing fiber shown in Fig. 1 and the relationship be- 
tween the transmission distance and the optical 
power level; 

Fig. 7 is a view showing the section of an optical 
45 nonlinearity suppressing fiber according 1o the 
present invention and its index distribution; 
Figs. BA and BB are graphs showing the relation- 
ship between the MFD and the relative index differ- 
ence a between the core and the third cladding; 
so Fig. 9 is a graph showing the relationship between 
the MFD and the ratio of the core diameter to the 
first cladding diameter; 

Fig. 10 is a graph showing the relationship between 
the chromatic dispersion variation and the FWM 
55 generation efficiency; 

Fig. 1 1 is a graph showing the relationship between 

the fiber length and chromatic dispersion; 

Fig. 1 2 is a graph showing the relationship between 
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the core diameter and the relative index difference 
(3 between the first cladding and 1he third cladding: 
Fig. 1 3 is a graph showing the relationship between 
the Aett and the relative index difference |3 between 
the first cladding and the third cladding. 
Fig. 1 4 is a graph showing the relationship between 
the wavelength and chromatic dispersion: and 
Fig. 1 5 is a graph showing the relationship belween 
the bending radius and the bending loss. 

Detailed Description of the Preferred Embodiment 

An embodiment of the present invention will be de- 
scribed next with reference to the accompanying draw- 
ings. 

First, an optical fiber (to be referred to as an optical 
nonlinearity suppressing fiber hereinafter) which can be 
used for a transmission line by suppressing optical non- 
linear effects will be described. 

Fig. 1 shows the section of the optical nonlinearity 
suppressing fiber and its index distribution. As shown in 
Fig. 1 , to suppress the optical nonlinear effects, the re- 
fractive index at the core center of a DSF is lowered. 
More specifically, the optical fiber of this embodiment is 
formed from a core 1 having a refractive index n 0 , a clad- 
ding 2 (to be referred to as a first cladding hereinafter) 
having a refractive index n 1 , a cladding 3 (to be referred 
to as a second cladding hereinafter) having a refractive 
index n 2 , and a cladding 4 (to be referred to as a third 
cladding hereinafter) having a refractive index n 3 , and 
the refractive indices have at least relationships n } > n 2 
> n 3 and n., > n 0 . Especially, in this case, to suppress 
the optical nonlinear effects, the refractive indices are 
set such that a relationship n 1 > n 2 > n 3 > n 0 is estab- 
lished. With this arrangement, the first cladding effec- 
tively functions as a core. The field distribution of light 
spreads in the radial direction of the optical fiber to in- 
crease the Aeff, so the optical nonlinear effects can be 
suppressed. 

Such an optical nonlinearity suppressing fiber is 
made of the same material (e.g., silica) as that of the 
conventional optical fiber although the intensity of light 
lowers, so the optical nonlinearity suppressing fiber can 
be spliced to the conventional transmission line. There- 
fore, optical power in the transmission line can be in- 
creased, and simultaneously, degradation in transmis- 
sion due to the optical nonlinear effects can be sup- 
pressed by inserting this fiber immediately after the op- 
tical amplifier in which the optical nonlinear effects read- 
ily occur. 

However, as described above, when WDM is em- 
ployed to increase the transmission capacity, optical 
nonlinear effects called FWM take place because of 
presence of a plu rality of wavelengths in the optical fiber, 
resulting in limitations on the bit rate and transmission 
distance. 

The FWM is suppressed by varying chromatic dis- 
persion of the optical fiber along the longitudinal direc- 



tion. More specifically, when chromatic dispersion var- 
ies along the longitudinal direction of the optical fiber, 
phase velocity of light locally changes in the transmis- 
sion line. For this reason, in WDM transmission, the 
5 phase matching condition between adjacent channels 
is disturbed, so FWM as a limitation lactor on transmis- 
sion can be suppressed. 

Some methods are available lovary chromalic dis- 
persion. For example, when a relative index difference 
10 a between the core and the third cladding is continuous- 
ly changed along the longitudinal direction in the man- 
ufacture of the optical fiber, chromatic dispersion at 1 55 
u.m can be continuously varied. 

Fig. 2 shows a change in chromatic dispersion at 
15 1.55 jam when the relative index difference o. between 
the core and third cladding of the optical fiber shown in 
Fig 1 is changed. A relalive index difference p between 
the first and third claddings is 1 .5%. 

The relative index difference a is given by: 

20 

a = (n 0 - n 3 )/n 0 
The relative index difference p is given by: 

25 

P = (n 1 - n 3 )/n 1 

The optical fiber shown in Fig. 2, whose chromatic 

30 dispersion varies from +12 ps/nm/km to -12 ps/nm/km 
(chromatic dispersion variation: 24 ps/nm/km), is merely 
an example for explaining the chromatic dispersion var- 
iation obtained upon changing the relative index differ- 
ence a from, e.g., 0%to -0.4%, so the chromatic disper- 

35 sion value need not always be ±12 ps/nm/km. 

Even when the relative index difference p between 
the first cladding and the third cladding is changed, chro- 
matic dispersion at 1.55 prn can be continuously 
changed. Fig. 3 shows a change in chromatic dispersion 

40 at 1 .55 um observed upon changing the relative index 
difference p. The relative index difference a is -0.4%. 

The chromatic dispersion can also be varied by 
changing the second cladding diameter along the longi- 
tudinal direction of the optical fiber. Fig. 4 shows a 

45 change in chromatic dispersion at 1 .55 pm observed up- 
on-changing the second cladding diameter. The relative 
index difference a is -0.4%, and the relative index dif- 
ference P is 1.44%. 

Figs. 5A to 5C show the relationships between the 

50 fiber length and ch romatic dispersion obtained when the 
relative index differences a and p and the second clad- 
ding diameter are changed. In Fig. 5A, the wavelength 
is 1.55 [im, and the relative index difference p is 1.5%. 
In Fig. 5B, the wavelength is 1.55 pm, and the relative 

55 index difference a is -0.4%. In Fig. 5C, the wavelength 
is 1 .55 ujti, the relative index difference a is -0.4%, and 
the relative index difference p is 1.44%. 

In all cases, chromatic dispersion continuously low- 
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ers as the fiber length increases, and the chromatic dis- 
persion changes depending on the position in the optical 
fiber, as is apparent from Figs. 5A to 5C. Alternatively, 
the phase matching condition may be disturbed to sup- 
press FWM by periodically changing both the relative 
index difference a between the core and third cladding 
and the relative index difference (5 between the first and 
third claddings along the longitudinal direction in the 
manufacture of the optical fiber. 

The above -described optical nonlinearity suppress- 
ing fiber may be used in the following manner. 

Fig. 6 shows the arrangement of the transmission 
line using the optical fiber shown in Fig. 1 and the rela- 
tionship between the transmission distance and optical 
power level. As shown in Fig. 6, a transmitter 5 compris- 
es a light source 5a and an optical amplifier 5b. A re- 
ceiver 7 comprises a detector 7a and an optical amplifier 
7b. An optical amplifier 6 is inserted between the trans- 
mitter 5 and the receiver 7. The transmitter 5 and the 
receiver 7 are connected through the optical amplifier 6, 
an optical nonlinearity suppressing fiber B, and a con- 
ventional optical fiber 9. 

This arrangement is based on the following reason. 
An actual optical fiber always has a transmission loss, 
optical power of an optical signal gradually becomes 
small during transmission. That is, the optical nonlinear 
effects are most conspicuous at positions (A and B in 
Fig. 6) immediately after optical amplifiers in the optical 
fiber transmission line. Therefore, when the optical non- 
linearity suppressing fiber shown in Fig. 1 is inserted im- 
mediately after the optical amplifier in the conventional 
transmission line, the optical nonlinear effects can be 
effectively suppressed. 

An optical fiber (to be referred to as an optical non- 
linearity enhancing fiber hereinafter) which can be used 
for an optical switch or wavelength conversion device 
by inducing the optical nonlinear effects will be de- 
scribed next. 

Fig. 7 shows the section o1 the optical nonlinearity 
enhancing fiber and its index distribution. As shown in 
Fig. 7, the refractive index n 0 of the core is made higher 
than the refractive index n 3 of the third cladding and low- 
er than the refractive index ^ of the first cladding to 
strengthen the light confinement effect at the center of 
the optical fiber, and the Aeff is reduced, thereby induc- 
ing the optical nonlinear effects (i.e., n 1 > n 2 > n 3 , and 
n«, > n 0 > n 3 ). With this arrangement, the intensity of light 
in the optical fiber becomes high. The optical nonlinear 
effects occur in accordance with the product of the in- 
tensity of light (power) and the nonlinear length, so this 
optical fiber can induce the optical nonlinear effects at 
a high efficiency. 

Examples of the present invention will be described 
next. 

Figs. 8A and 8B show a change in mode field diam- 
eter (to be referred to as an MFD hereinafter) when the 
relative index difference a between the core and the 
third cladding is changed. 



The MFD is a parameter indicating the extension of 
field distribution of light in the fiber and is known to be 
proportional to the Aeff (Namihira et al„ "Nonlinear Kerr 
Coefficient Measurements for Dispersion Shifted Fibers 
5 using Self-Phase Modulation Method at 1 .55 urn", OEC 
"94). 

As shown in Fig. BA, when the absolute value of the 
relative index difference a is increased in the negative 
direction, the field distribution of light spreads to lower 
10 the intensity, so the optical fiber ol this embodiment be- 
comes the optical nonlinearity suppressing fiber for sup- 
pressing the optical nonlinear effects. From the view- 
point of manufacturing, the dose of fluorine which is 
doped to lower the refractive index of the core is limited, 
is so the relative index difference a has its lower limit value 
within the range of -0.7% to -0.8% in fact. 

On the other hand, as shown in Fig. 8B, when the 
relative index difference a is increased to the positive 
direction, the value of MFD becomes small. MFD of a 
20 general dual-shaped dispersion shifted fiber is effective- 
ly about 7.4 to 8.4 u.m (Aeff = 41 to 53 |im 2 ). With the 
relative index difference a having a positive value, the 
field distribution becomes narrower than that of the DSF, 
and the intensity of light rises, so the optical nonlinearity 
25 enhancing fiber is obtained. 

If the electric field has a Gaussian distribution, Aeff 
= n x (MFD/2) 2 is obtained. When MFD increases, the 
Aeff also increases. However, if the optical fiber of the 
present invention is formed as the optical nonlinearity 
30 suppressing fiber (i.e., a < 0), the field distribution devi- 
ates from the Gaussian distribution, so the right-hand 
side of the above equation must be multiplied by a cor- 
rection coefficient c (c> 1 ). 

Fig. 9 shows a change in MFD observed when the 
35 ratio of the core diameter to the first cladding diameter 
is changed. In Fig. 9, a bullet indicates a value when the 
relative index difference a between the core and third 
cladding is 0%; and a hollow bullet, a value when the 
relative index difference a is +0.3%. As shown in Fig. 9, 
40 when the relative index difference a is 0%, and the ratio 
of the core diameter to the first cladding diameter is 0.4 
or less, MFD becomes smaller than that of the DSF. 
Since the intensity of light rises, the optical nonlinearity 
enhancing fiber is obtained. When the relative index dif- 
45 ference a is +0.3%, and the ratio of the core diameter 
to the first cladding diameter is 0.5 or less, the optical 
nonlinearity enhancing fiber is expected to be obtained. 
The FWM suppressing effect will be described next. 
Fig. 10 shows the FWM suppressing effect. As is 
50 apparent from Fig. 10, FWM can be suppressed by 
changing chromatic dispersion along the longitudinal di- 
rection of the optical fiber. 

Fig. 10 shows the dependence of the FWM gener- 
ation efficiency (normalized by defining the generation 
55 efficiency for a dispersion variation of 0 as 1) in a chro- 
matic-dispersion varying fiber (length: 40 km), whose 
chromatic dispersion linearly increases along the longi- 
tudinal direction of the optical fiber, on the chromatic dis- 
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persion variation (chromatic dispersion difference be- 
tween the input side and output side) (Fig. 1 1 ). 

When the chromatic dispersion variation is 4 ps/nm/ 
km, the FWM generation efticiency is 1/10 that ot the 
normal optical tiber whose chromatic dispersion varia- 
tion is 0, or less, so a sufficient suppressing effect can 
be obtained. The suppressing effect can be increased 
by increasing the chromalic dispersion variation. In ad- 
dition, as is apparent from Fig. 10, the FWM generation 
efficiency can be suppressed to about 0.03 with a chro- 
matic dispersion variation ol 20 ps/nm/km. For a chro- 
matic dispersion variation of 24 ps/nm/km, a larger FWM 
suppressing cflcct is expected. 

Fig. 12 shows the relationship between the core di- 
ameter for satisfying the single-mode condition and the 
relative index difference p between the first and third 
claddings when the relative index difference a between 
the core and the third cladding is changed. The hatched 
portion in Fig. 12 indicates a region where the single- 
mode condition cannot be satisfied at 1.55 u.m. As the 
relative index difference a becomes small, the number 
of combinations of the core diameter and relative index 
difference (5 for satisfying the single-mode condition in- 
creases. 

In an optical fiber shown in Fig. 13, the Aeff could 
be increased to about 150 um 2 at a zero-dispersion 
wavelength of 1.55 u.m by setting the relative index dif- 
ference a at about -0.3% and relative index difference 
p at about 1%. Fig. 14 shows a change in zero-disper- 
sion wavelength when each relative index difference is 
changed while maintaining the index relationships n 1 > 
n 2 > n 3 and n 1 > n 0 . As is apparent from Fig. 14, zero 
dispersion in the wavelength band of 1.4 to 1.5 |im is 
realized. By changing the combination of relative index 
differences, zero dispersion in the wavelength band of 
1.3 to 1.6 \im or in a longer wavelength band can also 
be realized. 

Considering the handling characteristics of the 
above-described optical fiber in actual use for a trans- 
mission line or the like, the optical fiber must have a 
small bending loss. The optical fiber of this embodiment 
could improve its bending loss characteristics by in- 
creasing the relative index difference p. Fig. 15 shows 
the bending loss characteristics with respect to the 
bending radius of the optical fiber of this embodiment. 
As is apparent from Fig. 15, the bending loss decreases 
as the relative index difference P increases. In addition, 
the optical fiber of this embodiment can obtain almost 
the same bending loss characteristics as those of the 
conventional DSF (about several dB/m for a bending ra- 
dius of 1 cm; Aeff is about 50 u,m 2 ) by setting the relative 
index difference p at about 1.5%. In this case, the Aeff 
is about 120 pirn 2 

According to the optical fiber of the present inven- 
tion, even when the zero-dispersion wavelength is de- 
signed in a band of 1 .55 jam, the field distribution does 
not concentrate to the center of the optical fiber. For this 
reason, the Aeff can be made larger than that of the con- 



ventional DSF by twice or more while maintaining al- 
most the same bending loss characteristics. More spe- 
cifically, the intensity of light lowers to suppress the op- 
tical nonlinear effects, and consequently degradation in 
s signal waveform is suppressed, so the bit rate and trans- 
mission distance can be increased. 

In addition, when the phase matching condition be- 
tween wavelenglhs is disturbed by changing the zero- 
dispersion wavelength in a band of 1.55 jam along the 
io longitudinal direction of the optical fiber, the FWM gen- 
eration efficiency can be lowered. Therefore, the wave- 
length interval in WDM can be reduced to increase the 
number of channels. 

On the other hand, when the Aeff is decreased, the 
intensity of light in the optical fiber can be made high. 
Since the optical nonlinear eflects can be efficiently gen- 
erated, an optical fiber suitable for an optical switch or 
wavelength conversion device can be provided. 

20 

Claims 

1. An optical fiber characterized by comprising: 

25 a core (1) having a retractive index n 0 ; 

a first cladding (2) formed around said core and 
having a refractive index n,; 
a second cladding (3) formed around said first 
cladding and having a refractive index n 2 ; and 

30 a third cladding (4) formed around said second 

cladding and having a refractive index n 3 , 
wherein the relractive indices have relation- 
ships n-, > n 2 > n 3 and n 1 > n 0 . 

35 2. A fiber according to claim 1 , wherein the refractive 
indices further have a relationship n 3 > n 0 . 

3. A fiber according to claim 1 , wherein the refractive 
indices further have a relationship n 0 > n 3 . 

40 

4. Afiber according to claim 2, wherein a relative index 
difference a between said core and said third clad- 
ding continuously changes along a longitudinal di- 
rection of said optical fiber. 

45 

5. A fiber according to claim 3. wherein a relative index 
difference a between said core and said third clad- 
ding continuously changes along a longitudinal di- 
rection of said optical fiber. 

so 

6. Afiber according to claim 2, wherein a relative index 
difference P between said first cladding and said 
third cladding continuously changes along a longi- 
tudinal direction of said optical fiber. 

55 

7. Afiber according to claim 3, wherein a relative index 
difference p between said first cladding and said 
third cladding continuously changes along a longi- 
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tudinal direction of said optical fiber. 

A fiber according to claim 2, wherein a diameter of 
said second cladding continuously changes along 
a longitudinal direction of said optical fiber. 5 

A fiber according to claim 3, wherein a diameter of 
said second cladding continuously changes along 
a longitudinal direction of said optical fiber. 

10 



10. A fiber according to claim 4, wherein the relative in- 
dex difference a between said core and said third 
cladding monotonically increases or monotonically 
decreases along the longitudinal direction of said 
optical fiber. is 

11. A fiber according to claim 5, wherein the relative in- 
dex difference a between said core and said third 
cladding monotonically increases or monotonically 
decreases along the longitudinal direction of said 20 
optical fiber. 

12. A fiber according to claim 6, wherein the relative in- 
dex difference p between said first cladding and 
said third cladding monotonically increases or mo- 25 
notonically decreases along the longitudinal direc- 
tion of said optical fiber. 

1 3. A fiber according to claim 7, wherein the relative in- 
dex difference p between said first cladding and 30 
said third cladding monotonically increases or mo- 
notonically decreases along the longitudinal direc- 
tion of said optical fiber. 

14. A fiber according to claim 8, wherein the diameter 35 
of said second cladding monotonically increases 
along the longitudinal direction of said optical fiber. 

15. A fiber according to claim 8, wherein the diameter 

of said second cladding monotonically decreases 40 
along the longitudinal direction of said optical fiber. 

16. A fiber according to claim 9, wherein the diameter 
of said second cladding monotonically increases 
along the longitudinal direction of said optical fiber. 45 

17. A fiber according to claim 9, wherein the diameter 
of said second cladding monotonically decreases 
along the longitudinal direction of said optical fiber 

50 
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